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AMENDMENTS TO THE CLAIMS 
1-22. (Cancelled) 

23. (Currently amended) A cellulosic-fiber containing fabric having first 
and second faces, said fabric having a softener substantially isolated on its first 
face wherein s aid softener is a dried softener foam and a durable-press resin 
substantially isolated on its second face wherein said durable-press resin is a 
dried durable-press resin foam . 

24. (Original) A fabric according to Claim 23, wherein said second face 
comprises the back of the fabric. 

25. (Original) A fabric according to Claim 24, wherein said fabric 
comprises a plurality of interwoven warp and filling yarns, and said filling yarns 
are predominant on said back surface. 

26. (Original) A fabric according to Claim 23, wherein said first face 
comprises the face of the fabric. 

27. (Previously Presented) A fabric according to Claim 23, wherein said 
softener comprises at least about 6% on weight of fabric. 

28. (Previously Presented) A fabric according to Claim 23, wherein said 
durable press resin comprises at least about 5% on weight of fabric. 

29. (Original) A fabric according to Claim 23, wherein said fabric is 
selected from the group consisting of woven fabrics, knit fabrics, and nonwoven 
fabrics. 
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30. (Currently amended) A cellulosio-fiber containing fabric having front 
and back surfaces, said fabric having a durable-press resin substantially isolated 
on only one of said front and back surfaces wherein said durable-press resin is a 
dried durable-press resin foam , and a softener applied to at least the other of the 
front and back surfaces wherein said softener is a dried softener foam . 

31 . (Original) A fabric according to Claim 30, wherein both of said front 
and back surfaces comprise a softener. 

32-75. (Cancelled) 
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